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Amendments to the Claims: 

The following Listing of Claims will replace all prior versions, and listings, of claims in 
the application: 



Listina of Claims 



t . (currently amended): A curable adhesive composition comprising 
poly acryl ale component containing acrvlic acid , 
epoxy component, and 
cationic initiator, 

wherein the uncurod adhesive i s prov i ded as a layer of exhibits propert ies of a pressure sensitive 

adhesive and is optically clear such that 

the luminous transmission of the composition is greater than 90%, 
the haze of the composition is less than 2%, and 
the opacity of the composition is less than 1%, 

wherein the uncurcd, curable adhesive can be cured to form an adhesive comprising an 

interpenetrating polymer network, and 

wherein alter aging the cured adhesive at °0°C for 5 On hours 

the luminous transmission of the cured and aged adhesive is greater than 90%, 
the haze of the cured and aged adhesive is less than 2%, and 
the opacity of the cured and aged adhesive is less than 1%. 



2. (original): The adhesive of claim I wherein after aging at K0°C and 90% relative humidity for 
500 hours 

the luminous transmission of the cured and aged adhesive is greater than 00%, 
the haze of the cured and aged adhesive is less than 2%, and 
the opacity of the cured and aged adhesive is less than 1%. 



3. (original): The adhesive of claim 1 wherein the cured adhesive consists of a single phase. 
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4. (cancelled) 

5. (cancelled) 

6. (cancelled) 

7. (original): The adhesive of claim I wherein the cured adhesive comprises an inter-reactcd 
interpenetrating polymer network. 

8. (original): The adhesive oT claim I wherein the polyacrylale component is a polymer derived 
from free-radically polymcrizabic monomers selected from the group of acrylales, mcthacrylates, 
acrylic acids, and methacrylic acids. 

9. (original): The adhesive of claim 1 wherein the polyacrylale component is a po I ymer derived 
from acrylic acid monomer. 

10. (original): Thy adhesive of claim I comprising an cpoxy component selected from the group 
consisting of aromatic and cycloaliphatic cpoxy components. 

1 1 . (original): The adhesive of claim 1 wherein the cationic initiator comprises pholoactivatcd 
cationic initiator. 

12. (original): The adhesive of claim 1 1 wherein the photoactivated cationic initiator is selected 
from the group consisting ofan iodonium salt, a sulfonium salt, and mixtures thereof. 

13. (original); The adhesive of claim I comprising a photosensitizes 

14. (original): The adhesive of claim 1 comprising a free-radical pholoinitiator selected from the 
group consisting of benzoin ethers, substituted benzoin ethers, substituted acctophenones, 
substituted alpha-kctols, aromatic sulfonyl chlorides, photoactive oxirncs, and mixtures thereof. 
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1 5. (original): The composition of claim 1 comprising a grafting agent. 

16. (original): The composition of claim 15 wherein the grafting agent is 4-auryloxy 
benzophenone. 

17. (original): The composition of claim 1 5 comprising an epoxy-acrylate compound. 

1 8. (original): The composition of claim 1 5 comprising erosslinker. 

19. (original): The composition of claim 18 wherein the crossl inker comprises a multifunctional 
acrylatc or (melh)acrylatc. 

20. (original): The composition of claim 18 wherein the crosslinkcr is selected from the group 
consisting ofhcxanediol diacrylatc, trimethylolpropane triacrylate, and mixtures thereof. 

21. (original): The composition of claim 1 comprising from about 5 to about 55 parts by weight 
epoxy per 1 00 parts by weight cpoxy and polyacrylate. 

22. (original): The composition of claim 1 comprising from about 10 to about 50 parts by weight 
epoxy per 100 parts by weight cpoxy and polyacrylate. 

23-41 (cancelled) 

42. (currently amended): An optical element comprising a layer of the ^Wadhesivc of claim \-, 
wherein the layer of pres s ure sensiti v e adh e sive i» provid e d nn - an optical olomont . 

43. (currently amended): Th e adh e s iv e of olaim 1 / T he optical clement of claiiii42 wherein the 
layer of press ure oonoitive adhesive is provided on an outgassing layer, wherein the oulgassing 
layer comprises al least one of polycarbonate awd-or acrylic. 



4 

PAGE 4/12 * RCVD AT 6/7/2004 7: 1 1 :28 PM [Eastern DayDght TimeJ * SVR:USPT0-EFXRF-1/1 * DNIS:872M06 * CS[D:651 733 0106 * DURATION (mm-ss):05-34 



